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ABSTRACTED-PUB-NO: JP 10110096A 
BASIC-ABSTRACT: 

A polyamide film consists of a polyamide resin mixt. consisting of: (Al) 40-90 
wt.% nylon-46 resin; (A2) 60-10 wt.% nylon-6 and/or nylon-66 resin; and (A-3) 
0-20 wt.% copolymer of a nylon-6 and a nylon-66. (A1)+(A2)+(A3) = 100. 
(A2)+(A3) > 60. The polyamide film has the concn. of an amine component 
evolved from a 1 cm2 film on heat treatment at 120 deg. C for one hour of 10 
ppm or less per cm3. 

USE - The polyamide film is used in packaging foods. The polyamide film is 
produced by the inflation method or the flat film die method. 



ADVANTAGE - The polyamide film has less amine component evolved on heating. 



The resulting polyamide film has improved mechanical strengths, heat resistance 
and less bad smell evolved on heating. Less bad smell is evolved from the film 
even if the food-packed film is heated. 
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